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of any desired temperature, and may thus, as with the here-
after described Chatelier test, be termed a quantitative test
for expansion, in contradistinction to the ordinary pat tests
which are only qualitative.
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Split  cylinder of spring
brass Of other suitable
metal about i^mm thickness'
FIG. 52.
Another device for measuring expansion, is that designed
by the well-known French scientist, M. H. Le Chatelier,
an illustration of which is given in fig. 52. This apparatus,
now very generally and widely known as the Le Chatelier
test, has been adopted as the test for soundness by the
British Standard Specification, and also by the French